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CAST IRON.

In all cases the amount of graphite is shown by the darkness
of the fracture.

Test 196 b is a fracture of a test-bar containing  1.71$ Si., a
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mixture of Gaylord white, and 16.32$ ferrosilicon; gray pockets
extended into the white casting.

Test 197 a is the same mixture with 2.82$ Si.

4-37$ Pencost (Test 397 c} shows no tendency to . segregate,
while the remelt of this same mixture (Test 405 c} shows very